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(57) Abstract: 

PURPOSE: To improve the 
durability of a decorative 
layer in the case of 
application of decorative 
coating on a special roofing 
material made of cement. 



CONSTITUTION: This 
method consists of a stage 
for subjecting the special 
roofing material molding 
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obtd. by an extrusion 
pressing method to primary 
aging, then preheating this 
special roofing material 
molding and subjecting the 
surface thereof to primer 
coating with a slurry 
consisting of 100 pts.wt. 
silica sand per 100 pts.wt. 
cement compd. consisting of 
2 to 3 pts.wt, cellulose 
powder, 45 to 50 pts.wt. 
cement, 35 to 40 siUca 
powder and 4 to 6 pts.wt. 
silica sand as well as 45 to 
55 pts.wt. emulsion, 5 to 10 
pts.wt. pigments and 20 to 
25wt.% water and drying the 
molding, then subjecting the 
surface to finish coating with 
an emulsion coating material 
then to aging in an autoclave. 
The durability of the 
decorative layer is improved 
by adding cellulose powder 
to the primer coating layer. 
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